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JEWELRY & ENAMELING

PROCESSES

Tracing

Transferring

the

Design

p. 33

Piercing and

Sawing

pp. 31, 35

Annealing

p. 18

Shaping

Measuring

Sawing

Binding

Soldering
p. 38
Truing
Filing
p. 25
Binding

Make three tracings of the shank.

Sterling silver sheet 14-gauge.

Transfer the tracings to the silver; use the wax

method.

Pierce and saw three pieces to pattern.

Anneal the blanks just sawed.

Curve A and B slightly in the forming block

(Fig. 75).

Sterling silver sheet 20-gauge.

Scribe a line over the straight edge of the sheet

yl6 inch wider than the thickness of A, B, and

C, long enough to reach around the shank to

% inch on each side of the sawed step in the

shank.

Saw the measured length.

ASSEMBLING PARTS OF THE SHANK

Bind A, B, and C together as far as the curve

of A and B.

Solder A, B, and C together.

True the curve of A and B if necessary.
File the inside of the ring to size and the out-
side the desired width.

Bind the band of silver around the shank.
Each end should measure % inch from the
first step in the shank. Solder in place,